AMENDMENT NO.1 = JANUARY 1984 ; 
TO 


IS : 9106 -1979 SPECIFICATION FOR 
RISING BUTT HINGES 


Alterations 


( Page 4, clause 4.1, line 2) — Substitute ‘ Tables 2 to 5 ’ for ‘ Tables 
4°, 


2 to 
( Page 9, clause 5.1, line 2) — Substitute ‘ Tables 2 to 5 ’ for ¢ Tables 
2to4’. ; 
( Page 9, clause 5.4.2, line 2) —- Substitute * Tables 2 to 5” for * Tables 
2to4’. 
Addenda 
(Page 4, clause 2.1 ) — Add the following new matter at the end 
of, 2.1: 
© Type Material 
4 Extruded aluminium’ 
( Page 4, Table 1 ) — Add the following new matter after the second 
entry: 
Parr Marerran Surrasiy Grapr 
Inpran Sranparp 
i)) (2) B= (3) 
Flap Extruded aluminium ” 65032 WP or 63400 WP of 
sections a IS : 733-1975"* 
Pin Aluminium alloy 65032 WP or 63400 WP of 


IS : 733-1975** 


( Page 4, Table 1, foot-note with ‘||’ mark ) — Add the following new 
foot-note after the existing foot-note: 
‘*4Specification for wrought aluminium and aluminium alloy bars, rods and 
sections t for general engineering purposes ) ( second revision ).” 
(Page 5, Table 4) — Add the following new Table 5 after Table 4 
and renumber the subsequent tables accordingly: 


1 


TABLE 5 DIMENSIONS OF ALUMINIUM RISING BUTT HINGES 
( Clause 4.1 ) 
All dimensions in millimetres, 


Sizzor Lencru Oven Diaor Tuics- Rise Rise Hours ror No. or 
Screw Sormw 


H Hixez or Worn Pix Ness oF oF 
| Jour Over C or Frap Frar Desic- Hones 
| Fuars Min Foar Wen WHEN NATION 
i B D Oren Orzn 
j Min — 90° 180° 
| qa) (2) (3) (4) (5) (6) (7) (8) (9) 
5 75 60 71 4 6 12 10 6 
' 100 100 6 7:9 4 6 12 10 8 
100 100 % 95 47 6 12 12 8 
| 125 125 100-95 67 6 12 12 8 


| . 
| Nore—These hinges are handed and it is essential that purchasers indicate 
when ordering whether left hand or right hand hinges are required. 


[ Page 9, rear Table 6, St No. iii) ] — Add the following new 
tolerances after Sl Ni 


Su Tyre Lenoru Oven Drs Tutox- Riszor Risz oy 
No. or Worn or ‘NESS Fuar Foar 
Jonvr Ovzr Px or Wuen Warn 
Fraps Fuar Oren Oven 
A B Cc D 90° 180° 
iv) Aluminium alloy 405mm +1mm  — — +£05mm +05 mm 


( Page 10, clause 6.3 )— Add the following new matter at the end 
of 6.3: 


« Aluminium alloy hinges shall be anodized and the quality of anodized 
: finish shall not be less than:Grade AC 10 of IS : 1868-1968". * 


( Page 10, clause 7.1.1, Note )— Add the following new foot-note 
, after 7.1.1 Note: 


“*Specification for anodic coating on aluminium (frst revision )’. 


( BDC 15) 
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